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(S) Coated sheet glass and Insulated glazing units. 

@ Sheet glass (1) is provided with two low emissivity coatings (10,11) to provide lower heat transmission 
characteristics. The glass can be used in Insulated glazing units. Preferably, one coating (10) is a hard 
coating and the other coating (11) Is on the other surface of the glass sheet (1) and is a sputter coating. 
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This invention relates to coated sheet glass and 
to insulated glazing units containing such sheet glass. 

Insulated glazing units (sometimes called sealed 
double glazing units) comprise two sheets of glass 
spaced in face-to-face relation and hermetically 5 
sealed in a frame, the gap between the sheets being 
small and usually containing dry air or another gas. 
The principal feature of these units is that they have 
a much lower "U" factor (heat transmission factor) 
than a single sheet of glass and yet can be fixed in a to 
window or door frame in essentially the same way. 
The heat-loss characteristics of these units can be 
further improved by using, for one of the glass sheets, 
a sheet having a low emisslvity coating thereon. 
Sheet glass having a low emisslvity coating thereon is 
is commercially available (e.g. Pilkington "K" float 
glass). One such coating is formed by directing a re- 
actant gas against the exposed surface of the glass 
sheet as it is formed in the float process (see GB-A- 
2227754 and 1 507996). In such glass, the coating Is 20 
hard and pyrolytic, and can only be formed on one 
side of the sheet. Another way of making low emisslv- 
ity glass is to coat a sheet of glass by cathode sput- 
tering targets containing various metals such as in- 
dium and tin (GB-A-2116590, 2138026 and EP 25 
0229921). The coatings formed in this way are rela- 
tively soft and are only formed on one side of the 
sheet A further way of making low emisslvity coat- 
ings on glass is to coat the glass with a powder and 
then heat to react. This is not a very satisfactory tech- 30 
n ique since it is difficult to avoid uneven coating thick- 
nesses. 

Insulated glazing units are known which contain 
one sheet of a low-emissivity coated glass. The coat- 
ing is most preferably positioned Inside the unit (i.e. 35 
on one of the inward-facing glass surfaces), prefer- 
ably on the sheet which is towards the inside of the 
building in which the unit Is mounted. It is also known 
to provide a second coating on a sheet of low emmi- 
sivity glass, in order to provide other effects. For ex- 40 
ample, GB-A-2097456 describes glass with a low 
emisslvity coating on one face and a solar control 
coating on the other face. 

In recent times, there has been a requirement to 
provide glass units of even lower "U" value than pre- 45 
viously. In response to this, thicker low emissivity 
coatings have been employed, usually comprising sil- 
ver. The use of these thicker coatings has lowered the 
"U" values of glazing units, but at the same time it has 
reduced the light transmission. This is usually unde- so 
sirable since it is then necesaaary to use more light- 
ing within the room containing the glazing unit, and 
the lighting itself generates heat and is costly. 

We have now found a way of dealing with this 
problem whereby insulated glazing units can be made 55 
with a "U" value as low as about 1.1 to 1.2 (using an 
inert gas in the gap between the glass sheets) without 
any undue loss of light transmission. In particular, we 



have found that very much Improved heat transmis- 
sion characteristics can be obtained by providing two 
separate low emissivity coatings on one of the glass 
sheets of an insulated glazing unit. 

According to one aspect of the present Invention, 
there is provided an insulated glazing unit which com- 
prises two separate low emissivity coatings on one of 
the glass sheets of the unit 

The two separate low emisslvity coatings are 
formed on opposite faces of one of the glass sheets. 
The two coatings can in principle be of the same type 
(i.e. both hard, or both soft) but this is difficult to ach- 
ieve satisfactorily by present technology. Also, it is not 
usually desirable to have a soft coating on external 
surface of a unit because of the possibility of damage 
and the risk of deterioration of certain coatings by ox- 
idation. 

It is therefore preferred that the two coatings be 
of different types. This can be achieved, in accor- 
dance with a feature of this invention, by putting a soft 
layer on the uncoated surface of a sheet of glass al- 
ready having a hard coating on Its other surface. This 
arrangement Is especially preferred and gives excel- 
lent results. 

Sheet glass having a low emisslvity coating on 
both Its surfaces Is novel and constitutes a further as- 
pect of the present invention per se. 

In the preferred insulated glazing units of the in- 
vention, the double coated glass sheet will form the 
inner sheet (where appropriate) when the unit is In- 
stalled in a building or the like. Preferably, the ex- 
posed outer face of the coated sheet will have a hard 
low emissivity coating thereon, and the coating on the 
other face will be of the soft variety. Double coated 
glass of this type is made, in accordance with a fur- 
ther aspect of the present invention, by sputter depos- 
iting the soft low emissivity coating on to the uncoated 
surface of a sheet of glass having a hard coating on 
the other face. This is possible without damage to the 
hard coating. 

In a further arrangement of the present invention, 
the other sheet of glass can also have a low emisslvity 
coating thereon. 

The Invention has been described with reference 
to insulated glazing units which are principally useful 
for windows and external doors In buildings. How- 
ever, they also have other uses, for example In refrig- 
erators, where the gas in the units can be, for exam- 
ple, sulphur dioxide. 

In the units of the invention, the optical transmis- 
sion is preferably maintained high to ensure good 
through-visibility. 

The ways In which insulated glazing units are 
made, by hermetically sealing two sheets of glass to- 
gether with a small gap therebetween, are known In 
the art and will not be further described herein. The 
units of the present invention can be made by this 
standard technology. 
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The provision of low emisslvity coatings on glass 
sheets is also well known in the art. and coated 
sheets especially those having a hard pyrolytic coat- 
ing, are commercially available (e.g. Pilklngton "K" 
glass). Sputter depositing (cathodic evaporation) of 5 
the softer type of low emisslvity coatings is also 
known. Such coatings are normally made by depos- 
iting several layers of materials to build up the coat- 
ing. Two examples of such coatings are: 
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Approx. thickness 


tin oxide 


300 A 


silver 


35 A 


aluminium 


35 A 


tin oxide 


300 A 


Total resistance: 


10 ohms/square 
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sheet and makes space 3 hermetically sealed. 
Around the outside of the unit is a frame 5 which may 
be self-supporting or may merely be a strip of flexible 
material covering the edges of the sheets of glass. 
Space 3 may contain dry air or another gas. The four 
faces 6,7,8 and 9 of the two sheets of glass 1,2 will 
carry at least two separate low emissivity layers (not 
shown in Figs. 1Aand IB) to be described later. 

For simplicity, in Figs 2 and 3 the same number- 
ing is used as in Figs. 1 Aand 1 B to indicate like parts, 
in Fig. 2, a single hard low emissivity coating 10 is 
provided on inner surface 7 of sheet 1 . When used in 
a building or the like, sheet 1 of the unit will normally 
be on the inside of the building (this also applies to 
Figs. 3 to 5). 

In Fig. 3, there are two low emissivity coatings, 
viz a hard coating 1 0 on the outside surface 6 of sheet 
1, and a soft coating 11 on its inner surface 7. Sheet 
2 remains uncoated. 

Other embodiments are also possible as will be 
clear to the man skilled in the art 
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2.5 ohms/square 
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These coatings, which contain silver, need to be 
shielded from air to prevent oxidation (and darken- 
ing). The units including such coatings can be filled 
with an inert gas such as argon. 

The low emissivity coatings used in the present 
invention are such that low emissivity is the principal 
or only major effect of the coatings. 

In order that the invention may be more fully un- 
derstood, reference is made to the accompanying 
schematic drawings, wherein: 

Fig.lA is a front elevational view of an embodi- 
ment of a sealed unit of the invention; 
Fig.lB is a section on the line A-Aof Fig 1A; 
Figs. 2 and 3 are sectional views similar to that 
of Fig 1 B but omitting frame and sealant, of units 
as follows: 

Fig. 2 is of a unit of the prior art; 

Fig. 3 is an embodiment of the present invention. 

Refening to the drawings, Figs. 1 A and 1 B show 
two sheets of glass 1 and 2 mounted face-to-face with 
a space 3 therebetween. The space 3 is dosed by a 
sealant 4 which extends around the periphery of each 



Claims 

1. An insulated glazing unit which comprises two 
glass sheets (1,2) held in spaced facing relation- 
ship, one sheet (1) having a first low emissivity 
coating (10) on one surface (7) thereof, charac- 
terised in that said one sheet (1) also has a sec- 
ond low emissivity coating (11) thereon. 

2. A unit according to claim 1, wherein the two low 
emissivity coatings (10.11) are on opposite sides 
of the said sheet (1). 

3. A unit according to daim 1 or 2, wherein one coat- 
ing (10) is a hard coating and the other (11) is a 
sputter coating. 

4. A unit according to daim 3, wherein the hard coat- 
ing is on an outer surface of the unit. 

5. Sheet glass (1) having a low emissivity coating 
(10,11) on both its surfaces (6,7). 

6. Sheet glass according to claim 5, wherein one 
coating (1 0) is of hard material and the other (11) 
Is a sputter coating. 

7. A method of making sheet glass as claimed in 
claim 6, which comprises sputter depositing one 
coating on to the uncoated surface of a sheet of 
glass which has the hard coating on its other sur- 
face. 
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Fig.lB 
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Fig.2. 
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Fig.3. 
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